SPECIFICATION CONTROL DRAWING 


PURCHASE MATERIAL: 17-4 PH / TYPE 630 / S17400 SS BAR OR PLATE 
GRAIN MUST BE ALONG LENGTH OF BAR OR PLATE 


SPECIFICATION: AMS 5604 OR AMS 5643 OR ASTM A564 OR ASTM A693 


LL HEAT TREATMENT: CONDITION A: AS SUPPLIED / NO HEAT TREATMENT 
CONDITIONS H900 TO H1150 PER AMS 2759/3 OR ASTM A564 OR ASTM A693 


uN PART NUMBER: M17-4-| HHHHH-B} T.TTT |X| WW.WWW| > WHERE: HHHHH SPECIFIES THE MATERIAL CONDITION (PER TABLE BELOW) 
COND THICK WIDTH TTT SPECIFIES THE THICKNESS IN INCHES 
WW.WWW SPECIFIES THE WIDTH IN INCHES 


MATERIAL CONDITION TABLE: 


MIN YIELD MIN ULTIMATE 
STRENGTH (KSI) | STRENGTH (KSI 
(OMITTED) 150 
| QOD | 7 | t70C| tT 
| 80-37 | 115 T14 


NOTES: MATERIAL IN H900 AND H925 CONDITION NOT RECOMMENDED FOR 
TENSION OR SHEAR APPLICATIONS IN COLD WEATHER CONDITIONS 


MATERIAL IN H900 AND H925 CONDITION NOT RECOMMENDED FOR 
APPLICATIONS WHERE STRESS CORROSION CRACKING IS POSSIBLE 


CONDITION A NOT TO BE USED IN DESIGN FOR FINAL PRODUCT AND 
SHOULD ALWAYS BE HEAT TREATED 


FOR DWGS THAT CALL FOR "UTS = 150 KSI, MIN YTS = 100 KSI" (IE. CODE 
"OMITTED" IN TABLE), HEAT TREAT TO H1025 CONDITION. H900 OR H925 
CONDITION MATERIAL MAY BE SUBSTITUTED. 


EXAMPLES: 


PART PART NUMBER 

0.250" X 4.000" BAR MIN UTS = 150 KSI, MIN YTS = 100 KSI M17-4-B0.250X4.000 

1.000" X 2.500" BAR H900 CONDITION M17-4-H900-B1.000X2.500 ADD HEAT TREAT SPEC (AMS2759/3), ADD HARDNESS 

0.500" x 3.250" BAR H1025 CONDITION M17-4-H1025-B0.500X3.250 C ADD CONDITIONS FOR aye ABS PIN SUFFIX, ADD UNITS 21.12.03 
0.750" X 2.500" BAR A CONDITION M17-4-CONDA-B0.750X2.500 ZY FOR THICK/WIDTH (ECR 352) 
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